OPTICALLY COMPENSATORY POLARIZER AND 
LIQUID -CRYSTAL DISPLAY DEVICE 

The present application is based on Japanese Patent 
Application No. 2001-056323, which is incorporated herein by 
reference. 

BACKGROUND OF THE INVENTION 

1. Field of the Invention 

[0001] 

The present invention relates to an optically 
compensatory polarizer for use in forming a liquid-crystal 
display device excellent in contrast and easy to view with a 
wide viewing angle but without being discolored. 

2. Description of the Related Art 

[0002] 

An optically compensatory polarizer has been heretofore 
known ("Improvement of Polarizer andRetardation Film for LCDs", 
Display and Imaging, 1993, Vol. 1, pp. 257-264). The optically 
compensatory polarizer is produced as follows. Iodine or a 
dichromatic substance such as dichromatic dye is adsorbed to 
a polyvinyl alcohol film. The film is then drawn. Protective 
layers of triacetyl cellulose or the like are provided on 
opposite surfaces of the film to thereby prepare a polarizer. 
An optically compensating film having birefringence is 



laminated on the polarizer to thereby complete the production 
of the optically compensatory polarizer. When two optically 
compensatory polarizers produced in such a manner are arranged 
in the form of crossed-Nicol, it is possible to prevent light 
5 leakage at a wide viewing angle. 
[0003] 

That is, even in the case where light transmission in 
sb. a direction of a line normal to each of polarizers arranged 

Q 

O in the form of crossed-Nicol is suppressed to achieve 

00 

JSL0 transmittance of about 0 % between the polarizers, there is 

O 

U1 still a problem that gradual increase of light leakage with 
= increase of the oblique viewing angle may make it impossible 

ru to achieve such transmittance of 0 % because the apparent angle 

m 

2 of an axis is out of perpendicularity when viewing is made from 
*^L5 an oblique direction at an azimuth shifted from a direction 
of an optical axis. The arrangement of such polarizers in the 
form of crossed-Nicol is a method for achieving black display 
in a liquid-crystal display device. However, when viewing is 
made in an oblique direction, use of such polarizers in a 
20 liquid-crystal display device causes reduction of contrast to 
thereby result in reduction in visibility. Optically 
compensatory polarizers are therefore provided to prevent such 
light leakage. The background-art optically compensatory 
polarizer, however, has a problem that light transmitted through 
25 the optically compensatory polarizer is discolored. 
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SUMMARY OF THE INVENTION 

[0004] 

The present inventors have made eager investigations into 
the discoloration problem. As a result, it has been proved 
that light with only a predetermined wavelength can reduce the 
oblique-direction transmittance of the background-art 
optically compensatory polarizer to about 0 % but light with 
the other wavelengths makes the optically compensatory 
polarizing film exhibit wavelength dispersion to make the 
retardation vary in accordance with the wavelength so that 
transmittance increases to cause discoloration as the 
wavelength becomes far from the predetermined wavelength. 
[0005] 

Therefore, an object of the invention is to develop 
optically compensatory polarizers in which light leakage and 
discoloration little occur even in the case where the optically 
compensatory polarizers are arranged in the form of 
crossed-Nicol and viewed obliquely at an azimuth shifted from 
an optical axis. 
[0006] 

According to the invention, there is provided an optically 
compensatory polarizer having: a polarizer including an 
absorption type polarizing element, and transparent protective 
layers provided on opposite sides of the absorption type 



polarizing element, each of the transparent protective layers 
exhibiting an in-plane retardation of not larger than 10 nm 
and a thicknesswise retardation in a range of from 30 to 70 
nm; and one optically compensating film laminated on one or 
each of opposite surfaces of the polarizer so that a slow axis 
of each optically compensating film crosses an absorption axis 
of the polarizer perpendicularly, the optically compensating 
film exhibiting an in-plane retardation in a range of from 80 
to 200 nm and Nz = (nx - nz)/(nx - ny) in a range of from -0.2 
to 0.2 in which nz is a refractive index in a direction of a 
Z axis expressing a direction of the thickness of the optically 
compensating film, nx is a refractive index in a direction of 
an X axis expressing a direction of the optically compensating 

film in a sheet plane perpendicular to the Z axis, ny is a 

PJ 

15 refractive index in a direction of a Y axis expressing a direction 
of the optically compensating film perpendicular both to the 
Z axis and to the X axis, and nx and ny satisfy the relation 
nx > ny. Further, there is provided a liquid-crystal display 
device having: a liquid-crystal cell; and one optically 

20 compensatory polarizer defined above and provided on one or 
each of opposite surfaces of the liquid-crystal cell. 
[0007] 

According to the invention, the relation in optical axis 
between the polarizer and the optically compensating film and 
25 the respective specific optical properties such as retardation 
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of the transparent protective layer and retardation of the 
optically compensating film are provided as described above. 
Hence, an optically compensatory polarizer can be obtained so 
that discoloration caused by light leakage can be suppressed 
5 because the optically compensatory polarizer is hardly affected 
by wavelength dispersion. When such optically compensatory 
polarizers are arranged in the form of crossed-Nicol, it is 
M= possible to reduce light leakage at an azimuth oblique to the 
O direction of the optical axis of the polarizer as well as at 

SlO an azimuth in the direction of the optical axis of the polarizer . 

O 

HI In addition, the optically compensatory polarizers can be 

+■ 

L provided as polarizers little in discoloration caused by light 

p leakage. When the optically compensatory polarizer is used, 

q it is possible to form a liquid-crystal display device having 

Hi 

' "15 a wide viewing angle and excellent both in contrast and in display 
quality . 

Features and advantages of the invention will be evident 
from the following detailed description of the preferred 
embodiments described in conjunction with the attached 
20 drawings. 

BRIEF DESCRIPTION OF THE DRAWING 
In the accompanying drawings: 

Fig. 1 is a view for explaining an embodiment of the 
25 invention. 
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DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
[0008] 

An optically compensatory polarizer according to the 
invention has a polarizer, and one or two optically compensating 
films laminated on one or both. of opposite surfaces of the 
polarizer so that a slow axis of each optically compensating 
film crosses an absorption axis of the polarizer perpendicularly . 
The polarizer includes an absorption type polarizing element, 

piO and two transparent protective layers provided on opposite 

Lfl 

Ip surfaces of the absorption type polarizing element. Each of 

p the transparent protective layers exhibits an in-plane 

ru 

rU retardation of not larger than 10 nm and a thicknesswise 
□ retardation in a range of from 30 to 70 nm. The optically 

m 

15 compensating film exhibits an in-plane retardation in a range 
of from 80 to 200 nm and Nz in a range of from -0.2 to 0.2. 
Fig. 1 shows an example of the optically compensatory polarizer . 
In Fig. 1, an optically compensatory polarizer 7 includes an 
absorption type polarizing element 1, transparent protective 

20 layers 2 and 3, an optically compensating film 4, and an adhesive 
layer 5 provided as occasion demands. A polarizer 6 includes 
the absorption type polarizing element 1, and the transparent 
protective layers 2 and 3. 
[0009] 

25 in the description, the in-plane retardation, the 
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thicknesswise retardation and Nz are defined as (nx -ny) -d, 
{ (nx + ny) /2 - nz} - d and (nx -nz) / (nx - ny) respectively when 
nz is a refractive index in a direction of a Z axis expressing 
a direction of the thickness of the optically compensating film, 
nx is a refractive index in a direction of an X axis expressing 
a direction of the optically compensating film in a sheet plane 
perpendicular to the Z axis, ny is a refractive index in a 
direction of a Y axis expressing a direction of the optically 
compensating film perpendicular both to the Z axis and to the 
X axis, d is a thickness of each transparent protective film 
or each optically compensating film, and nx and ny satisfy the 
relation nx > ny. 

rij 

pj [0010] 

p Any suitable material can be used as the absorption type 

jftl 

15 polarizing element if the material can exhibit characteristic 
capable of transmitting linearly polarized light but absorbing 
polarized light in a direction perpendicular to the linearly 
polarized light when natural light is incident on the material . 
A material which is excellent in the degree of polarization 

20 and good in transmittance so that transmitted light can be 
obtained sufficiently can be preferably used as the absorption 
type polarizing element. Examples of the material include a 
film obtained by adsorbing iodine or a dichromatic substance 
such dichromatic dye to a hydrophilic polymer film and drawing 

25 the film, and a polyene-oriented film such as an anhydrated 
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polyvinyl alcohol film or a dehydrochlorinated polyvinyl 
chloride film. 
[0011] 

Such a polarizing film is preferred from the point of 
5 view of handling properties due to reduction in thickness and 
increase in flexibility. From the point of view of obtaining 
linearly polarized light in a wide wavelength range such as 
a visible light range, it can be preferably used a film obtained 



f*L0 polyvinyl alcohol or formalized polyvinyl alcohol with iodine 
or/and dichromatic dye such as azo dye, anthraquinone dye or 
L tetrazine dye by a suitable method such as an adsorbing method 
H and drawing/orienting the film. Especially, a uniaxially drawn 

09 

p film can be preferably used. 

RJ 

15 [0012] 

As shown in Fig. 1, the transparent protective layers 
2 and 3 provided on opposite surfaces of the absorption type 
polarizing element 1 are provided to protect the absorption 
type polarizing element 1 . Each of the transparent protective 

20 layers 2 and 3 is constituted by a transparent layer exhibiting 
an in-plane retardation of not larger than 10 nm and a 
thicknesswise retardation in a range of from 30 to 70 nm. The 
transparent layer preferably used exhibits an in-plane 
retardation of not larger than 8 nm, particularly not larger 

25 than 5 nm, and a thicknesswise retardation in a range of from 
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by impregnating a polyvinyl alcohol film of a polymer such as 
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35 to 60 nm, especially in a range of from 40 to 50 nm. 
[0013] 

Any suitable transparent material can be used for forming 
the transparent protective layers without any particular 
limitation. Apolymer may be generally used as the transparent 
material. A polymer excellent .in transparency may be 
preferably used. In addition, a transparent material small 
£ in photoelastic coefficient is preferable from the point of 
view of suppressing the change in retardation because of 
generation of stress. Examples of the polymer include: 
polycarbonate; polyallylate ; polysulfone; polyolefin such as 
p polypropylene; polyester such as polyethylene terephthalate 

ru 

ry or polyethylene naphthalate; polyvinyl alcohol polymer; 

MX 

O norbornene polymer; acrylic polymer; styrene polymer; 

ry 

15 cellulose polymer; and a mixture of two or three or more kinds 
of polymers selected from these polymers. 
[0014] 

Each of the transparent protective films can be formed 
by a suitable method such as a method of lamination of a 

20 transparent film through an adhesive agent, amethodof extrusion 
lamination of a film or a method of application and 
solidification of polymer liquid. The in-plane retardation 
and the thicknesswise retardation in the transparent protective 
layer can be controlled in a process of formation of the layer 

25 or in a process of production of a film for forming the layer. 
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Alternatively, the retardations may be controlled by a method 
in which internal distortion is reduced by heating after the 
formation of the layer. 
[0015] 

The optically compensatory polarizer can be formed as 
shown in Fig. 1. That is, an optically compensating film 4 
exhibiting an in-plane retardation in a range of from 80 to 
200 nm and Nz in a range of from -0.2 to 0.2 is laminated on 
one or each of opposite surfaces of the polarizer so that a 

fi.0 slow axis of the optically compensating film 4 crosses an 

O 

U1 absorption axis of the polarizer perpendicularly. Thus, the 
optically compensatory polarizer is produced. The optically 
compensating film used preferably exhibits an in-plane 
retardation in a range of from 100 to 160 nm, especially in 
15 a range of from 120 to 150 nm, and Nz in a range of from -0.1 
to 0.1. An optically compensating film excellent in light 
transmittance and little both in orientation unevenness and 
in re tardationunevenness may be preferably used as the optically 

compensating film. 
20 [0016] 

A suitable transparent material can be used for forming 
the optically compensating film without any particular 
limitation. A polymer may be generally used and a polymer 
excellent in transparency may be preferably used as the 
25 transparent material. From the point of view of suppressing 
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the change in retardation due to generation of stress, a polymer 
having a small photoelastic coefficient may be preferably used. 
Examples of the polymer include materials listed above in the 
description of the transparent protective layer . The optically 
5 compensating film can be formed by a suitable method such as 
a method of drawing a polymer film, a method of application 
and solidification of polymer liquid or a method of combination 
lx of these methods. There is no particular limitation in the 

s — 

O 

Q method of forming the optically compensating film. 

03 

^10 [0017] 

6 

IF\ A suitable drawingmethod such as a uniaxial drawingmethod 

l_ or a biaxial drawing method can be used as the film drawing 

o 

it) method for forming the optically compensating film. Generally, 

ru 

£ an optically compensating film exhibiting Nz of not larger than 

^15 0 or not smaller than 1 can be obtained by this drawing method. 
Incidentally, a method of controlling the thicknesswise 
refractive index of a polymer film by drawing the polymer film 
under the operation of shrinking force of a heat-shrinkable 
film bonded to the polymer film and heated, or a method of drawing 
2 0 a polymer film after obtaining the polymer film while controlling 
orientation of the polymer by applying an electric field to 
the polymer film in the direction of the thickness, maybe used 
for controlling the in-plane retardation and Nz . In this case, 
the retardation and Nz can be changed when the kind of the polymer 
25 for forming the film to be processed, the condition of drawing, 
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the kind of the heat-shrinkable film, and the applied voltage 
are changed. 

[0018] 

In the process of laminating the optically compensating 
film on the polarizer so that the slow axis of the optically 
compensating film crosses the absorption axis of the polarizer, 
it is preferable in terms of compensating effect that the two 
axes crosses each other as perpendicularly as possible though 
the two axes need not cross each other per fectly perpendicularly 
in terms of operating efficiency. In this case, the slow axis 
of the optically compensating film and the absorption axis of 
the polarizer are based on the view angle with respect to the 
frontal direction (azimuth angle: 0) . 
[0019] 

From the point of view of preventing displacement in 
optical axis and preventing foreign matter such as dust from 
entering, it is preferable that the optically compensating film 
is adhesively laminated on the polarizer. A suitable method 
such as a method of adhesion through a transparent adhesive 
layer can be used for the adhesive lamination. There is no 
particular limitation on the adhesive agent used for forming 
the adhesive layer. From the point of view of preventing 
respective optical properties of the optically compensating 
film and the polarizer from changing, an adhesive agent which 
can be hardened and dried without necessity of any 



high-temperature process can be used preferably and an adhesive 
agent not requiring any long-term hardening and drying process 
may be used preferably. In this respect, a tackifier or the 
like may be used preferably. Incidentally, the adhesive layer 
5 for bonding the optically compensating film and the polarizer 
to each other is not shown in Fig. 1. 
[0020] 

A suitable polymer such as an acrylic polymer, a silicone 

D 

jjg polymer, a polyester polymer , a polyurethane polymer , polyether 

JC 

plO polymer or a synthetic rubber polymer can be used as the material 

m n . 

Jp of the tackifier. Especially, a tackifier made of an acrylic 

.a 

O polymer may be preferably used from the point of view of optical 
transparency, tackiness, and weather resistance. 
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O Incidentally, the adhesive layer 5 as shown in Fig. 1, 

in 

15 particularly the tacky layer may be provided on one or each 
of opposite surfaces of the optically compensatory polarizer 
as occasion demands for the purpose of bonding the optically 
compensatory polarizer to a subject such as a liquid-crystal 
cell. When the tacky layer is exposed on this occasion, the 

20 tacky layer may be preferably temporarily covered with a 

separator or the like to prevent the surface of the tacky layer 
from being contaminated until the tacky layer is put into 
practical use. 
[0021] 

25 The optically compensatory polarizer according to the 
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invention canbe used for forming a liquid-crystal display device 
or for various purposes. In practical use of the optically 
compensatory polarizer, suitable optical layers such as a resin 
coating layer, a laminate layer of resin films, an 
anti-reflection layer and an anti-glare layer may be provided 
as occasion demands for suitable purposes of reinforcement, 
improvement in heat resistance, and improvement in moisture 
resistance . 

[0022] 

w 

^10 As shown Fig. 1, the liquid-crystal display device 9 can 

jjjj be formed by arrangement of the optically compensatory polarizer 

B " 7 according to the invention in place of the background-art 

Q 

py polarizer on one or each of opposite surfaces of a liquid-crystal 

ru 

CO cell 8. There is no particular limitation in the kind of the 

o 

flk5 liquid-crystal cell and the method of driving the liquid-crystal 
cell. A suitable cell such as a TN liquid-crystal cell, a 
vertically aligned cell, an OCB cell or an IPS cell may be used 
as the liquid-crystal cell. 
[0023] 

20 When the optically compensatory polarizer has one 

optically compensating film provided on only one surface of 
the polarizer and is to be disposed on the liquid-crystal cell, 
either of the polarizer and the optically compensating film 
may be disposed on the liquid-crystal cell side but it is 

25 generally preferable from the point of view of display quality 
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that the optically compensating film is disposed on the 
liquid-crystal cell side. When optically compensatory 
polarizers are to be disposed on opposite surfaces of the 
liquid-crystal cell, the optically compensatory polarizers may 
5 be generally disposed in the form of crossed-Nicol (in which 
the axes of absorption of the optically compensatory polarizers 
cross each other perpendicularly) . Incidentally, when the 
~ liquid-crystal display device is formed, various kinds of 
optical members such as a retarder plate, a light-diffusing 

•ETC? 

So plate, and a light-condensing sheet, which can be incorporated 

m 

X in the liquid-crystal display device, may be used as occasion 
demands or these optical members may be integrated with the 

optically compensatory polarizer as occasion demands. 

j pfj 

Q [0024] 

ru 

15 Example 1 

After iodine was adsorbed to a polyvinyl alcohol film, 
the film was drawn to thereby prepare a polarizing film. 
Triacetyl cellulose films exhibiting an in-plane retardation 
of 8 nm and a thicknesswise retardation of 45 nm (with respect 

20 to light withawavelengthof 550nm, this rule applies hereunder ) 
were bonded to opposite surfaces of the polarizing film through 
an adhesive agent to thereby prepare a polarizer . An optically 
compensating film constituted by a biaxially drawn 
polycarbonate film and exhibiting an in-plane retardation of 

25 140 nm and Nz of 0 was laminated on one of opposite surfaces 
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of the polarizer through an adhesive agent so that a slow axis 
of the optically compensating film crossed an absorption axis 
of the polarizer perpendicularly. Thus, an optically 
compensatory polarizer was obtained. 
[0025] 

Comparative Example 1 

An optically compensatory polarizer was obtained in the 
same manner as in Example 1 except that an uniaxially drawn 
5 polycarbonate film exhibiting an in-plane retardation of 350 

3 £ x 



? 10 ran and Nz of 1 was used as the optically compensating film and 
S was laminatedon the polarizer so that a slow axis of the optically 

T compensating film was parallel to an absorption axis of the 

o 

polarizer . 



m [0026] 

Q 

fy 15 Comparative Example 2 

A polarizer prepared in the same manner as in Example 
1 was usedalonewithout lamination of any optically compensating 
film thereon. 
[0027] 

20 Evaluation Test 

Two (optically compensatory) polarizers obtained in each 
of Example 1 and Comparative Examples 1 and 2 were stuck onto 
each other so that axes of absorption of the two plates crossed 
each other perpendicularly. Transmittance values with respect 

25 to light with wavelengths of 450 nm, 550 nm and 650 nm in a 
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direction at an inclination angle of 70 degrees to a line normal 
to the two plates were measured in a direction at an azimuth 
angle of 45 degrees with respect to the optical axis of the 
two plates . Incidentally, in each of Example 1 and Comparative 
5 Example 1, the optically compensatory polarizers were stuck 
onto each other so that the optically compensating films faced 
each other. 
Mj [0028] 

O Results of the measurement were as shown in the following 



pi 0 
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ru 



Table, 



450 nm 550 nm 650 nm 



J Example 1 0.1% 0.1% 0.5 % 

Comparative Example 1 1.3% 0.5% 2.4% 
Comparative Example 2 3.0% 3.7% 3.7% 



Although the invention has been described in its preferred 
form with a certain degree of particularity, it is understood 
15 that the present disclosure of the preferred form can be changed 
in the details of construction and in the combination and 
arrangement of parts without departing from the spirit and the 
scope of the invention as hereinafter claimed. 
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